CRYSTALLIZATION OF CAST IRON.

perpendicular lines continue past the angle and form a line of
weakness from the angle to the center of the casting where it
meets the lines of weakness from the opposite corner and from
the parallel sides.

If stress is exerted in the direction of the arrows, the casting-
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will crack from the inner corner through the outer corner, follow-
ing the weak line, although there is more metal in this part of the
casting,

Mr. Mallet refers to a case where the lower end of the cylin-
der of a hydraulic press, Fig.  I I, was driven out by the pressure